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(54) Improved multi-layer golf ball 



(57) An improved multi-layer golf ball comprises a core, an inner cover layer and an outer cover layer. The 
inner cover layer is comprised of a high acid ionomer or ionomer blend which may or may not include a filler 
such as zinc-stearate. The outer cover layer is comprised of a soft, very low modulus ionomer or ionomer 
blend, or a non-ionomeric thermoplastic elastomer such as polyurethane, polyester or polyesteramide. The 
resulting multi-layered golf ball of the present invention provides for enhanced distance without sacrificing 
payability or durability when compared to known multi-layer golf balls. 
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IMPROVED HOLTI -LAYER QOLF BALL 

The present invention relates to golf balls and, more 
particularly, to improved golf balls comprising multi-layer covers 
which have a hard inner layer and a relatively soft outer layer. 
The improved multi-layer golf balls provide for enhanced distance 
and durability properties while at the same time offering the 
"feel" and spin characteristics associated with soft balata and 
balata-like covers of the prior art. 

Traditional golf ball covers have been comprised of 
balata or blends of balata with elastomeric or plastic materials. 
The traditional balata covers are relatively soft and flexible. 
Upon impact, the soft balata covers compress against the surface of 
the club producing high spin. Consequently, the soft and flexible 
balata covers provide an experienced golfer with the ability to 
apply a spin to control the ball in flight in order to produce a 
draw or a fade, or a backspin which causes the ball to "bite" or 
stop abruptly on contact with the green. Moreover, the B oft balata 
covers produce a soft "feel" to the low handicap player. Such 
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playability properties (workability, feel, etc.) are particularly 
important in short iron play with low swing speeds and are 
exploited significantly by relatively skilled players. 

Despite all the benefits of balata, balata covered golf 
balls are easily cut and/or damaged if mis-hit. Golf balls 
produced with balata or balata-containing cover compositions 
therefore have a relatively short lifespan. 

As a result of this negative property, balata and its 
synthetic substitutes, trans-polybutadiene and transpolyisoprene, 
have been essentially replaced as the cover materials of choice by 
new cover materials comprising ionomeric resins. 

Ionomeric resins are polymers containing interchain ionic 
bonding. As a result of their toughness, durability and flight 
characteristics, various ionomeric resins sold by E. I. DuPont de 
Hemours t Company under the trademark "Surlyn*" and more recently, 
by the Exxon Corporation (see U. s. Patent Ho. 4,911,451) under the 
trademarks "Escor*" and the trade name "Iotek", have become the 
materials of choice for the construction of golf ball covers over 
the traditional "balata" (transpolyisoprene, natural or synthetic) 
rubbers. As stated, the softer balata covers, although exhibiting 
enhanced payability properties, lack the durability (cut and 
abrasion resistance, fatigue endurance, etc.) properties required 
for repetitive play. 

Ionomeric resins are ganerally ionic copolymers of an 
olefin, such as ethylene, and a metal salt of an unsaturated 
carboxylic acid, such as acrylic acid, methacrylic acid, or maleic 
acid. Metal ions, such as sodium or zinc, are used to neutralize 
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some portion of the acidic group in the copolymer resulting in a 
thermoplastic elastomer exhibiting enhanced properties, i.e. 
durability, etc., for golf ball cover construction over balata. 
However, some of the advantages gained in increased durability have 
been offset to some degree by the decreases produced in 
payability. This is because although the lonomeric resins are 
very durable, they tend to be very hard when utilized for golf ball 
cover construction, and thus lack the degree of softness required 
to impart the spin necessary to control the ball in flight, since 
the lonomeric resins are harder than balata, the lonomeric resin 
covers do not compress as much against the face of the club upon 
impact, thereby producing less spin. In addition, the harder and 
more durable lonomeric resins lack the "feel" characteristic 
associated with the softer balata related covers. 

As a result, while there are currently more than fifty 
(50) commercial grades of ionomers available both from DuPont and 
Exxon, with a wide range of properties which vary according to the 
type and amount of metal cations, molecular weight, composition of 
the base resin (i.e., relative content of ethylene and methacrylic 
and/or acrylic acid groups) and additive ingredients such as 
reinforcement agents, etc., a great deal of research continues in 
order to develop a golf ball cover composition exhibiting not only 
the improved impact resistance and carrying distance properties 
produced by the -hard" lonomeric resins, but also the payability 
(i.e., "spin", "feel", etc.) characteristics previously associated 
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with the "soft" balata covers, properties which are stili desired 
by the more skilled golfer. 

Consequently, a number of two-piece (a solid resilient 
center or core with a - molded cover) and three-piece (a liquid or 
solid center, elastomeric winding about the center, and a molded 
cover) golf balls have been produced by the present inventor and 
others to address these needs. The different types of materials 
utilized to formulate the cores, covers, etc. of these balls 
dramatically alters the balls' overall characteristics. in 
addition, multi-layered covers containing one or more ionomer 
resins have also been formulated in an attempt to produce a golf 
ball having the overall distance, playability and durability 
characteristics desired. 

This was addressed by Spalding & Evenf lo Companies, Inc. 

in U. s. Patent llo. 

4,431, 193 where a multi-layered golf ball is disclosed. In the 
'193 patent, a multi-layer golf ball is produced by initially 
molding a first cover layer on a spherical core and then adding a 
second layer. The first layer is comprised of a hard, high 
flexural modulus resinous material such as type 1605 Surlyn* (now 
designated Surlyn* 8940). Type 1605 Surlyn* (Surlyn* 8940) is a 
sodium ion based low acid (less than or equal to 15 weight percent 
methacrylic acid) ionomer resin having a flexural modulus of about 
51,000 psi. An outer layer of a comparatively soft, low flexural 
modulus resinous material such as type 1855 Surlyn« (now designated 
Surlyn* 9020) is molded over the inner cover layer. Type 1855 



Surlyn* (Surlyn* 9020) is a zinc ion based low acid (10 weight 
percent methacrylic acid) ionoroer resin having a flexural modulus 
of about 14,000 psi. 

The '193 patent teaches that the hard, high flexural 
modulus resin which comprises the first layer provides for a gain 
in coefficient of restitution over the coefficient of restitution 
of the core. The increase in the coefficient of restitution 
provides a ball which serves to attain or approach the maximum 
initial velocity limit of 255 feet per second as provided by the 
United States Golf Association (U.S.G.A.) rules. The relatively 
soft, low flexural modulus outer layer provides essentially no gain 
in the coefficient of restitution but provides for the advantageous 
"feel" and playing characteristics of a balata covered golf ball. 
Unfortunately, however, while a ball of the '193 patent does 
exhibit enhanced playability characteristics with improved distance 
(i.e. enhanced C.O.R. values) over a number of other known multi- 
layered balls, the ball suffers from poor cut resistance and 
relatively short distance (i.e. lower C.o.R. values) when compared 
to two-piece, single cover layer balls. These undesirable 
properties make the ball produced in accordance with the '193 
patent unacceptable by today's standards. 

The present invention is directed to new multi-layer golf 
ball compositions which provide for enhanced coefficient of 
restitution (i.e, enhanced resilience or carrying distance) and/or 
durability properties when compared to the multi-layer balls found 
in the prior art, as well as improved outer cover layer softness 
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and durability. As euoh, the payability characteristics (i.e., 
"feel", "click", "spin", etc.) are not diminished. 

These and other objecta and features of the invention 
will be apparent from the following summary and description of the 
invention, the drawings and from the claims. 

The present invention is directed to improved multi-layer 
golf ball cover compositions and the resulting multi-layer golf 
balls produced using the improved compositions. The novel multi- 
layer golf ball covers of the present invention include a first or 
inner layer or ply of a high acid (greater than 16 weight percent 
acid) ionomer or ionomer blend and second or outer layer or ply 
comprised of a comparatively softer, low modulus ionomer, ionomer 
blend or other non-ionomeric thermoplastic elastomer such as 
polyurethane, a polyester elastomer such as llytrel* polyester 
elastomer of E.I. DuPont de Hemours & Company, or a polyesteramide 
such as the Elf Atochem S.A. Pebax* polyesteramide. Preferably, 
the outer cover layer includes a blend of hard and soft low acid 
(i.e. 16 weight percent acid or less) ionomers. 

It has been found that the recently developed high acid 
ionomer based inner layer, provides for a substantial increase in 
resilience (i.e., enhanced distance) over known multi-layer covered 
balls. The softer outer layer provides for desirable "feel" and 

high spin rate while maintaining respectable resiliency. The soft 
outer layer allows the cover to deform more during impact and 
increases the area of contact between the club face and the cover, 
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thereby imparting more spin on the ball. As a result, the soft 
cover provides the ball with a balata-like feel and payability 
characteristics with improved distance and durability, 
consequently, the overall combination of the inner and outer cover 
layers results in a golf ball having enhanced resilience (improved 
travel distance) and durability (i.e. cut resistance, etc.) 
characteristics while maintaining and in many instances, improving 
the balls playability properties. 

The combination of a high acid ionomer or ionomer blend 
inner cover layer with a soft, relatively low modulus ionomer, 
ionomer blend or other non-ionomeric thermoplastic elastomer outer 
cover layer provides for excellent overall coefficient of 
restitution (i.e., excellent resilience) because of the improved 
resiliency produced by the inner cover layer. While some 
improvement in resiliency is also produced by the outer cover 
layer, the outer cover layer generally provides for a more 
desirable feel and high spin, particularly at lower swing speeds 
with highly lofted clubs such as half wedge shots. 

Two principal properties involved in golf ball 
performance are resilience and hardness. Resilience is determined 
by the coefficient of restitution (C.O.R.), the constant "e" which 
is the ratio of the relative velocity of two elastic spheres after 
direct impact to that before impact. As a result, the coefficient 
of restitution (»e») can vary from 0 to 1, with 1 being equivalent 
to an elastic collision and 0 being equivalent to an inelastic 
collision. 
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Resilience (C.O.R.), along with additional factors such 
as club head speed, angle of trajectory and ball configuration 
(i.e., dimple pattern) generally determine the distance a ball will 
travel when hit. since club head speed and the angle of trajectory 
are factors not easily controllable by a manufacturer, factors of 
concern among manufacturers are the coefficient of restitution 
(C.o.R.) and the surface configuration of the ball. 

The coefficient of restitution (C.O.R.) in solid core 
balls is a function of the composition of the molded core and of 
the cover. in balls containing a wound core (i.e., balls 
comprising a liquid or solid center, elastic windings, and a 
cover), the coefficient of restitution is a function of not only 
the composition of the center and cover, but also the composition 
and tension of the elastomeric windings. Although both the core 
and the cover contribute to the coefficient of restitution, the 
present invention is directed to the enhanced coefficient of 
restitution (and thus travel distance) which is affected by the 
cover composition. 

In this regard, the coefficient of restitution of a golf 
ball is generally measured by propelling a ball at a given speed 
against a hard surface and measuring the ball's incoming and 
outgoing velocity electronically. As mentioned above, the 
coefficient of restitution is the ratio of the outgoing velocity to 
the incoming velocity. The coefficient of restitution must be 
carefully controlled in all commercial golf balls in order for the 
ball to be within the specifications regulated by the United States 
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Golf Association (U.S.G.A.). Along this line, the U.S.G.A. 
standards indicate that a "regulation" ball cannot have an initial 
velocity (i.e., the speed off the club) exceeding 255 feet per 
second. Since the coefficient of restitution of a ball is related 
to the ball's initial velocity, it is highly desirable to produce 
a ball having sufficiently high coefficient of restitution to 
closely approach the U.S.G.A. limit on Initial velocity, while 
having an ample degree of softness (i.e., hardness) to produce 
enhanced playability (i.e., spin, etc.). 

The hardness of the ball is the second principal property 
involved in the performance of a golf ball. The hardness of the 
ball can affect the playability of the ball on striking and the 
sound or "click" produced. Hardness is determined by the 
deformation (i.e., compression) of the ball under various load 
conditions applied across the ball's diameter (i.e., the lower the 
compression value, the harder the material). As indicated in U.S. 
Patent Ho. 4,674,751, softer covers permit the accomplished golfer 
to impart proper spin. This is because the softer covers deform on 
impact significantly more than balls having "harder" ionomeric 
resin covers. As a result, the better player is allowed to impart 
fade, draw or backspin to the ball thereby enhancing playability. 
Such properties may be determined by various spin rate tests such 
as the "nine iron" spin rate test described below in the Examples. 

Accordingly, the present invention is directed to an 
improved multi-layer cover which produces, upon molding each layer 
around a core (preferably a solid oore) to formulate a multi-layer 
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cover, a golf ball exhibiting enhanced distance (i.e., resilience, 
without adversely affecting, and in many instances, improving the 
ball's payability (hardness/softness) and/or durability (i.e., cut 
resistance, fatigue resistance, etc.) characteristics. 

These and other objects and features of the invention 
will be apparent from the following detailed description 
and the accompanying drawings which are by way of example. 

FIG. 1 is a cross-sectional view of a golf ball embodying 
the invention illustrating a core 10 and a cover l 2 consisting of 
an inner layer 14 and an outer layer 16 having dimples 18; and 

FIG. 2 is a diametrical cross-sectional view of a golf 
ball of the invention having a core 10 and a cover 12 made of an 
inner layer 14 an d an outer layer 16 having dimp le si8. 

The present invention relates to improved multi-layer 
golf balls, particularly a golf ball comprising a multi-layered 
cover 12 over a solid core 10, and method for making same. 

The multi-layered cover 12 comprises two layers: a first 
or inner layer or ply 14 and a second or outer layer or ply i 6 
The inner layer 14 is comprised of a high acid (i.e. greater than 
16 weight percent acid, ionomer resin or high acid ionomer blend. 
Preferably, the inner layer is comprised of a blend of two or more 
high acid (i.e. at least 16 weight percent acid, ionomer resin 
neutralized to var i ous extents by different metal cations. The 
inner cover layer may or may not include a metal stearate (e.g., 
zinc stearate, or other metal fatty acid salt. The purpose of the 
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metal stearate or othar metal fatty acid salt i B to lower the coet 
of production without affecting the overall performance of the 
finished golf ball. 

The inner layer compositions include the high acid 
ionomers such as those recently developed by E. I. DuPont de 
Nemours £ Company under the trademark "Surlyn®" and by Exxon 
corporation under the trademark "Escor»» or tradename "Iotek", or 
blends thereof. Examples of compositions which may be used as the 
inner layer herein are set forth in detail in copending U. s. 
Serial Ho. 07/776,803 filed October 15, 1991, and Serial Ho. 
07/901,660 filed June 19, 1992, both incorporated herein by 
reference. of course, the inner layer high acid ionomer 
compositions are not limited in any way to those compositions set 
forth in said copending applications. For example, the high acid 
ioncmer resins recently developed by Spalding S. Evenflo Companies, 
Inc., the assignee of the present invention, and disclosed in U.S. 
Serial Ho. 07/901,680, filed June 19, 1992, incorporated herein by 
reference, may also be utilized to produce the inner layer of the 
multi-layer cover used in the present invention. 

The high acid ionomers which may be suitable for use in 
formulating the inner layer compositions of the subject invention 
are ionic copolymers which are the metal, i.e., sodium, zinc, 
magnesium, etc., salts of the reaction product of an olefin having 
from about 2 to 8 carbon atoms and an unsaturated monocarboxylic 
acid having from about 3 to 8 carbon atoms. Preferably, the 
ionomeric resins are copolymers of ethylene and either acrylic or 
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Surlyn* AD-8422 (sodium cation), Surlyn* B162 (zinc cation), 
Surlyn* SEP-503-1 (zinc cation), and Surlyn* SEP-503-2 (magnesium 
cation). According to DuPont, all of these ionomers contain from 
about 18.5 to about 21.5% by weight methacrylic acid. 

Hore particularly, Surlyn* AD-B422 is currently 
commercially available from DuPont in a number of different grades 
(i.e., AD-8422-2, AD-8422-3, AD-8422-5, etc.) based upon 
differences in melt index. According to DuPont, Surlyn* AD-B422 
offers the following general properties when compared to 
Surlyn*B920, the stiffest, hardest of all on the low acid grades 
(referred to as "hard" ionomers in U.S. Patent Ho. 4,884,814) t 



LOW ACID 
(15 wtl Acid) 
SURLYN* 
8920 



I OHOHER 

Cation Ha 

Melt Index 1.2 

Sodium, Wt% 2.3 
Base Resin MI 60 
HP 1 , C C 88 
FP 1 , "C 47 

COMPRESSIO N MOLDING* 



Tensile Break, 

psi 
Yield, psi 
Elongation, 
Flex Hod, 

K psi 



4350 
2880 
I 315 

53.2 



HIGH ACID 
(>20 Wtt Acid) 
SURLYN* SURLYN* 



Na 

2.6 
1.9 
60 
86 
48.5 



4190 
3670 
263 

76.4 



8422-3 



Na 
1.0 
2 . 4 
60 
85 
45 



5330 
3590 
289 

88.3 
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Shore D 

hardness 66 67 68 

• DSC second heat, 10 B C/min heating rate. 

Samples compression molded at 150°C annealed 24 
hours at 60°c. 8422-2, -3 were homogenized at 
190-c before molding. 

In comparing Surlyn* 8920 to Surlyn* 8422-2 and Surlyn* 
8422-3, it is noted that the high acid Surlyn* 8422-2 and 8422-3 
ionomers have a higher tensile yield, lower elongation, slightly 
higher Shore D hardness and much higher flexural modulus. Surlyn* 
8920 contains 15 weight percent methacrylic acid and is 59% 
neutralized with sodium. 

In addition, SurJyn* SEP-503-l (zinc cation) and Surlyn* 

SEP-503-2 (magnesium cation) are high acid zinc and magnesium 

versions of the Surlyn* AD 8422 high acid ionomers. When compared 

to the Surlyn* AD 8422 high acid ionomers, the Surlyn SEP-503-1 and 

SEP-503-2 ionomers can be defined as follows: 

Surlyn* Ionomer Ion Melt Indev neutralizing | 

AD 8422-3 Na 1.0 45 

SEP 503-1 Zn 0.8 33 

SEP 503-2 Mg 1.8 43 

Furthermore, Surlyn* 8162 is a zinc cation ionomer resin 
containing approximately 20* by weight (i.e. 18.5-21.5% weight) 
methacrylic acid copolymer that has been 30-70% neutralized. 
Surlyn* 8162 is currently commercially available from DuPont. 

Examples of the high acid acrylic acid based ionomers 
suitable for use in the present invention also include the Escor* 
or Iotek high acid ethylene acrylic acid ionomers produced by 
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Exxon. In this regard, Escort or Iotek 959 is a sodium ion 
neutralized ethylene-acrylic neutralized ethylene-acrylic acid 
copolymer.' According to Exxon, Ioteks 959 and 960 contain from 
about 19.0 to about 2llo% by weight acrylic acid with approximately 
30 to about 70 percent of the acid groups neutralized with sodium 
and zinc ions, respectively. The physical properties of these high 
acid acrylic acid based ionomers are as follows: 

PROPERTf 

HcU Index, 9 /10 mln 
Cation 

Hettlng Point, *f 
Vlcit Softening Point, 'f 
tensile B Break, pal 
Elongation a Break, X 
Herdiest, Shore D 
flexure I Modulus, pel 

Furthermore, as a result of the development by the 
inventor of a number of new high acid ionomers neutralized to 
various extents by several different types of metal cations, such 
as by manganese, lithium, potassium, calcium and nickel cations, 
several new high acid ionomers and/or high acid ionomer blends 
besides sodium, zinc and magnesium high acid ionomers or ionomer 
blends are now available for golf ball cover production. It has 
been found that these new cation neutralized high acid ionomer 
blends produce inner cover layer compositions exhibiting enhanced 
hardness and resilience due to synergies which occur during 



•fSCOKt (fOip:) 959 

2.0 
Sodlun 

172 

130 
4600 

325 

66 
66,000 



escoro norgic) 9*o 

I.B 
Zinc 

174 

131 
3500 
430 

57 
27,000 
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processing. Consequently, the metal cation neutralized high acid 
ionomer resins recently produced can be blended to produce 
substantially harder inner cover layers for multi-layered golf 
balls having higher C.O.R.'s than those produced by the low acid 
ionomer inner cover compositions presently commercially available. 

More particularly, several new metal cation neutralized 
high acid ionomer resins have been produced by the inventor by 
neutralizing, to various extents, high acid copolymers of an alpha- 
clefin and an alpha, beta-unsaturated carboxylic acid with a wide 
variety of different metal cation salts. This discovery is the 
subject matter of U.S. Application.Serial Ho. 901,680, incorporated 
herein by reference. it has been found that numerous new metal 
cation neutralized high acid ionomer resins can be obtained by 
reacting a high acid copolymer (i.e. a copolymer containing greater 
than 16% by weight acid, preferably from about 17 to about 25 
weight percent acid, and more preferably about 20 weight percent 
acid,, with a metal cation salt capable of ionizing or neutralizing 
the copolymer to the extent desired (i.e. from about 10% to 90%). 

The base copolymer is made up of greater than 16% by 
weight of an alpha, beta-unsaturated carboxylic acid and an alpha- 
olefin. optionally, a softening comonomer can be included in the 
copolymer. cenerally, the alpha-olefin has from 2 to 10 carbon 
atoms and is preferably ethylene, and the unsaturated carboxylic 
acid is a carboxylic acid having from about 3 to a carbons 
Examples of such acids include acrylic acid, methacrylic acid 
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ethacrylic acid, chloroacrylic acid, crotonic acid, maleic acid, 
fumaric acid, and itaconic acid, with acrylic acid being preferred. 

The softening comonomer that can be optionally included 
in the invention may be selected from the group consisting of vinyl 
esters of aliphatic carboxylic acids wherein the acids have 2 to 10 
carbon atoms, vinyl ethers wherein the alkyl groups contains 1 to 
10 carbon atoms, and alkyl acrylates or methacrylates wherein the 
alkyl group contains 1 to 10 carbon atoms. Suitable softening 
comonomers include vinyl acetate, methyl acrylate, methyl 
methacrylate, ethyl acrylate, ethyl methacrylate, butyl acrylate, 
butyl methacrylate, or the like. 

Consequently, examples of a number of copolymers suitable 
for use to produce the high acid ionomers included in the present 
invention include, but are not limited to, high acid embodiments of 
an ethylene/acrylic acid copolymer, an ethylene/roethacrylic acid 
copolymer, an ethylene/itaconic acid copolymer, an ethylene/maleic 
acid copolymer, an ethylene/methacrylic acid/vinyl acetate 
copolymer, an ethylene/acrylic acid/vinyl alcohol copolymer, etc. 
The base copolymer broadly contains greater than 16% by weight 
unsaturated carboxylic acid, from about 30 to about 83% by weight 
ethylene and from 0 to about 40% by weight of a softening 
comonomer. Preferably, the copolymer contains about 20% by weight 
unsaturated carboxylic acid and about 80% by weight ethylene. Most 
preferably, the copolymer containo about 20% acrylic acid with the 
remainder being ethylene. 
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Along these lines, examples of the preferred high acid 
base copolymers which fulfill the criteria set forth above, are a 
series of ethylene-acrylic copolymers which are commercially 
available from The Dow chemical Company, Midland, Michigan, under 
the "Primacor" designation. These high acid base copolymers 
exhibit the typical properties set forth below in Table 1. 

TABLE 1 

Typical Properties of Priaacor 
Ethylene-Acrylio Aoid Copolymers 



GRADE 


PERCENT 
ACID 


DENSITY, 
glee 


MEL I 

INDEX, 

g/IOmln 


TENSILE 
YD. ST 
<P*I> 


ELEXURAl 

HOOULUS 

(psl) 


VICAT 
SOFT PT 
CC) 


SHORE 0 
HARDNESS 


ASTH 




D-792 


DM238 


D-63S 


0-790 


0*1525 


0-2240 


5980 




0.958 


300.0 




4800 


43 


50 


5990 
5990 


20.0 
20.0 


0.955 
0.955 


1300.0 
1300.0 


650 
650 


2600 
3200 


40 
40 


42 
42 


5981 
5981 


20.0 
20.0 


0.960 
0.960 


300.0 
300.0 


900 
900 


3200 
3200 


46 
46 


46 
48 


5983 


20.0 


0.958 


500.0 


850 


3100 


44 


45 


5991 


20.0 


0.953 


2600.0 


635 


2600 


38 


40 



'Ih* Hell Index veiuei tre obtained according to ASM 0-1238, at 190'c. 

Due to the high molecular weight of the Primacor 5981 
grade of the ethylene-acrylic acid copolymer, this copolymer is the 
more preferred grade utilized in the invention. 

The metal cation salts utilized in the invention are 
those salts which provide the metal cations capable of 
neutralizing, to various extents, the carboxylic acid groups of the 
high acid copolymer. These include acetate, oxide or hydroxide 
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salts of lithium, calcium, zinc, sodium, potassium, nickel, 
magnesium, and manganese. 

Examples of such lithium ion sources are lithium 
hydroxide monohydrate, lithium hydroxide, lithium oxide and lithium 
acetate. Sources for the calcium ion include calcium hydroxide, 
calcium acetate and calcium oxide. Suitable zinc ion sources are 
zinc acetate dihydrate and zinc acetate, a blend of zinc oxide and 
acetic acid. Examples of sodium ion sources are sodium hydroxide 
and sodium acetate. Sources for the potassium ion include 
potassium hydroxide and potassium acetate. Suitable nickel ion 
sources are nickel acetate, nickel oxide and nickel hydroxide. 
Sources of magnesium include magnesium oxide, magnesium hydroxide, 
magnesium acetate. Sources of manganese include manganese acetate 
and manganese oxide. 

The new metal cation neutralized high acid ionomer resins 
are produced by reacting the high acid base copolymer with various 
amounts of the metal cation salts above the crystalline melting 
point of the copolymer, such as at a temperature from about 200* F 
to about 500» F, preferably from about 250» F to about 350- F under 
high shear conditions at a pressure of from about 10 psi to 10,000 
psi. other well known blending techniques may also be used. The 
amount of metal cation salt utilized to produce the new metal 
cation neutralized high acid based ionomer resins is the quantity 
which provides a sufficient amount of the metal cations to 
neutralize the desired percentage of the carboxylic acid groups in 
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the high acid copolymer. The extent of neutralization is generally 
from about 10% to about 90%. 

*s indicated below in Table 2 and more specifically in 
Example 1 in U.S. Application Serial Ho. 901,680, a number of new 
types of metal cation neutralized high acid ionomers can be 
obtained from the above indicated process. These include new high 
acid ionomer resins neutralized to various extents with manganese, 
lithium, potassium, calcium and nickel cations, in addition, when 
a high acid ethy lene/acrylic acid copolymer is utilized as the base 
copolymer component of the invention and this component is 
subsequently neutralized to various extents with the metal cation 
salts producing acrylic acid based high acid ionomer resins 
neutralized with cations such as sodium, potassium, lithium, zinc, 
magnesium, manganese, calcium and nickel, several new cation 
neutralized acrylic acid based high acid ionomer resins are 
produced. 



-21- 



TABLE 2 



Wl * x Melt Short 0 

£o£gullUog Mo . CMlcQ j*iX Ff"."MlHf°H k*t* CO.*, H»rdoc» 



l(HdOH) 


6.98 


67.5 


0.9 


.604 


71 


2(KeOH> 


5.66 


54.0 


2.4 


.606 


73 


3(NeOH) 


3.64 


35.9 


12.2 


.612 


69 


<(N50H) 


2.91 


27.0 


17.5 


.812 


(britt! 


5(HnAc> 


19.6 


71.7 


7.5 


.609 


73 


6(HMc) 


23. t 


68.3 


3.5 


.814 


77 


7<HnAc) 


15.3 


53.0 


7.5 


.810 


72 


8<HnAc) 


26.5 


106 


0.7 


.613 


(brltti 


9CLI0H) 


4.54 


71.3 


0.6 


.810 


74 


10(LIOH) 


3.3a 


52. 5 


4.2 


.616 


72 


IWltDH) 


2.34 


35.9 


18.6 


.815 


72 


12(KOH> 


5.30 


36.0 


19.3 


Brokt 


70 


U(KOH) 


8.26 


57.9 


7.18 


.604 


70 


H(KOH) 


10.7 


77.0 


4.3 


.601 


67 


15(2nAc> 


If. 9 


71.5 


0.2 


.606 


71 


IfiCZnAc) 


13.9 


53.0 


0.9 


.797 


69 


l7(2nAc> 


9.91 


36.1 


3.4 


.793 


67 


18{HgAc) 


17.4 


70.7 


2.8 


.614 


74 


!9<HgAc> 


20.6 


67.1 


1.5 


.615 


76 


20<HgAc) 


13.6 


53.6 


4.1 


.814 


74 


2l(CiAc) 


13.2 


69.2 


1.1 


.613 


74 


22CC&AO 


7.12 


34.9 


10.1 


.608 


70 



£oal£2U: 50/50 Blend of loteks 8O00/7Q30 C.O.R... 610/45 Shore 0 Hardness 

S2r! Vft i C !2 M*"* ,H ° «•••«•■••! UW SnoreTS dne,, 
Difont Hljh Acid Surlyi* B 1 62 (2n> C.O.R... 807/45 shore 0 Herdne.e 
Exxon High Add lotek ex-WO (In) C.O.A...79e/65 Shore 0 H.fdnes" 
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T&BLB 2 (oontinued ) 



fornjlation Ho. 


la-x 

Cation Salt 


Wt-X 

Neutralization. 


Melt 

Index 


C.O.R. 




23(HoO) 


2.91 


53.5 


2.5 


.813 




24(HgO) 


3.65 


71.5 


2.8 


.808 




25<MoO> 


4.76 


89.3 


1.1 


.609 




26(MoO) 


1.96 


35.7 


7.5 


.615 




Control lor foraulstlons 23-26 Is 
Co. ft. •.614, fornuUtlon 26 CO. A. 


50/50 lotck 6000/7030, 
was normalised to that control 


accordingly 








TABLE 2 


.continued) 




forrrulatlon Ho. 


Wt-X 

Cation Salt 


Ut-X 

neutralization 


He It 

Index 


C.O.R. 


Shore 0 
Hardness 


27(KiAc) 


13.04 


61. 1 


0.2 


.602 


71 


28(HlAc) 


10.71 


48.9 


0.5 


.799 


72 


29(HlAc> 


8.26 


36.7 


1.8 


.796 


69 


30(HIAc) 


5.66 


24.4 


7.5 


.766 


64 



Control lor foriruUtlon Hot. 27-30 ii 50/50 lotck 8000/7050, C.O.R. ..807 



When compared to low acid versions of similar cation 
neutralized ionomer resins, the new metal cation neutralized high 
acid ionomer resins exhibit enhanced hardness, modulus and 
resilience characteristics. These are properties that are 
particularly desirable in a number of thermoplastic fields, 
including the field of golf ball manufacturing. 

When utilized in the construction of the inner layer of 
a multi-layered golf ball, it has been found that the new acrylic 
acid based high acid ionomers extend the range of hardness beyond 
that previously obtainable while maintaining the beneficial 
properties (i.e. durability, click, feel, etc.) of the softer low 
acid ionomer covered balls, such as balls produced utilizing the 



low acid ionoroers disclosed in 0.6. Patent Hos. 4,8134,814 and 
4,911,451. 

Moreover, as a result of the development of a number of 
new acrylic acid based high acid ionomer resins neutralized to 
various extents by several different types of metal cations, such 
as manganese, lithium, potassium, calcium and nickel cations, 
several new ionomera or ionomer blends are now available for 
production of an inner cover layer of a multi-layered golf ball. 
By using these high acid ionomer resins, harder, stiffer inner 
cover layers having higher C.o.R.s, and thus longer distance, can 
be obtained. 

More preferably, it has been found that when two or more 
of the above-indicated high acid lonomers, particularly blends of 
sodium and zinc high acid ionomers, are processed to produce the 
covers of multi-layered golf balls, (i.e., the inner cover layer 
herein) the resulting golf balls will travel further than 
previously known multi-layered golf balls produced with low acid 
ionomer resin covers due to the balls' enhanced coefficient of 
restitution values. 

For example, the multi-layer golf ball taught in 
4,650,193 does not incorporate a high acid ionomerlc resin in the 
inner cover layer. As will be set forth below in the Examples, the 
coefficient of restitution of the golf ball having an inner layer 
taught by the '193 patent (i.e., inner layer composition "D" in the 
Examples) is substantially lower than the coefficient of 
restitution of the remaining compositions, in addition, the multi- 
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layered ball disclosed In the '193 patent suffers substantially in 
durability in comparison with the present invention. 

With respect to the outer layer 16 of the multi-layered 
cover of the present invention, the outer cover layer is 
comparatively softer than the high acid ionomer based inner layer. 
The softness provides for the feel and playabllity characteristics 
typically associated with balata or balata-blend balls. The outer 
layer or ply is comprised of a relatively soft, low modulus (about 
1,000 psi to about 10,000 psi) and low acid (less than 16 weight 
percent acid) ionomer, ionomer blend or a non-ionomeric 
thermoplastic elastomer such as, but not limited to, a 
polyurethane, a polyester elastomer such as that marketed by DuPont 
under the trademark Hytrel*, or a polyester amide such as that 
marketed by Elf Atochero S.A. under the trademark Pebax*. The outer 
layer is fairly thin (i.e. from about 0.010 to about 0.050 in 
thickness, more desirably 0.03 inches in thickness for a 1.680 inch 
ball), but thick enough to achieve desired playability 
characteristics while minimizing expense. 

Preferably, the outer layer includes a blend of hard and 
soft (low acid) ionomer resins such as those described in U. S. 
Patent Hos. 4,884,814 and 5,120,791, both incorporated herein by 
reference. Specifically, a desirable material for use in molding 
the outer layer comprises a blend of a high modulus (hard) ionomer 
with a low modulus (soft) ionomer to form a base ionomer mixture. 
A high modulus ionomer herein is one which measures from about 
15,000 to about 70,000 psi as measured in accordance with ASTH 
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method D-790. The hardness may be defined as at least 50 on the 
Shore D scale as measured in accordance with ASTM method D-2240. 

A low modulus ionomer suitable for use in the outer layer 
blend has a flexural modulus measuring from about 1,000 to about 
10,000 psi, with a hardness of about 20 to about 40 on the Shore D 
scale. 

The hard ionomer resins utilized to produce the outer 
cover layer composition hard/soft blends include ionic copolymers 
which are the sodium, zinc, magnesium or lithium salts of the 
reaction product of an olefin having from 2 to 8 carbon atoms and 
an unsaturated monocarboxylic acid having from 3 to 8 carbon atoms. 
The carboxylic acid groups of the copolymer may be totally or 
partially (i.e. approximately 15-75 percent) neutralized. 

The hard ionomeric resins are likely copolymers of 
ethylene and either acrylic and/or methacrylic acid, with 
copolymers of ethylene and acrylic acid being the most preferred. 
Two or more types of hard ionomeric resins may be blended into the 
outer cover layer compositions in order to produce the desired 
properties of the resulting golf balls. 

As discussed earlier herein, the hard ionomeric resins 
introduced under the designation Escor* and sold under the 
designation -,. fcrt . are 60mewhat olmilar to ^ ^ 

resins sold under the Surlyn* trademark. However, since the 
•lot.k- ionomeric resins are sodium or zinc salts of poly (ethylene- 
acrylic acid, and the Surlyn. resins are zinc or sodium salts of 
poly(ethylene-methacrylic acid, some distinct differences in 
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properties exist. As more specifically indicated in the data set 
forth below, the hard "Iotek" resins (i.e., the acrylic acid based 
hard ionomer resins) are the more preferred hard resins for use in 
formulating the outer layer blends for use in the present 
invention, in addition, various blends of "Iotek" and Surlyn* hard 
ionomeric resins, as well as other available ionomeric resins, may 
be utilized in the present invention in a similar manner. 

Examples of commercially available hard ionomeric resins 
which may be used in the present invention in formulating the outer 
cover blends include the hard sodium ionic copolymer sold under the 
trademark Surlyn*8940 and the hard zinc ionic copolymer sold under 
the trademark Surlyn*9910. Surlyn»8940 is a copolymer of ethylene 
with methacrylic acid and about 15 weight percent acid which is 
about 29 percent neutralized with sodium ions. This resin has an 
average melt flow index of about 2.8. Surlyn»99l0 is a copolymer 
of ethylene and methacrylic acid with about 15 weight percent acid 
which is about 58 percent neutralized with zinc ions. The average 
melt flow index of Surlyn»9910 is about 0.7. The typical 
properties of Surlyn»9910 and 8940 are set forth below in Table 3: 
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TABLE 3 

Typical Properties of Commercial lv Avai lable Hard 
SHt-lyn* pesjnP Sui table for Use I n the Outer Laver R1pnrt« nf 

the Present Invention 





tmut 




tfcU 


89Z0 




9970 


£03 


Cation lypt 




Sodlui 


2lne 


t odium 


Sodlui 


2lnc 


Zinc 


Kilt flow Index, 
Qms/IO aln. 


0-1238 


2.0 


0.7 


0.9 


1.3 


14.0 


1.6 


Specific Gravity, 


0-792 


0.95 


0.97 


0.95 


0.94 


0.95 


0.95 


Iirdtcu, Short D 


0-22(0 


66 


64 


66 


60 


62 


63 


lemlU Strength, 
Opsl), HP* 


0*638 


(4.8) 
33.1 


(3.6) 
24.6 


(5.4) 
37.2 


(4.2) 
29.0 


(3.2) 
22.0 


(41) 
28.0 


Honottlon, X 


0-636 


470 


290 


350 


450 


460 


460 


flexursl Modulus, 
Ckpil) KPt 


0-790 


C51) 
3S0 


((8) 
330 


(55) 
360 


(32) 
220 


(20) 
190 


(30) 
210 


lenillt Iirpoet (23*C> 
KJ/m, (ft.-lbj./ln 1 ) 


0-1622S 


1020 
(485) 


1020 
(48$) 


065 
(410) 


1160 
(550) 


760 
(360) 


12(0 
(590) 


Vlcit leopcraturt, *C 


0-1525 


63 


62 


so 


73 


61 


73 



Examples of the more pertinent acrylic acid based hard 
ionomer resin suitable for use in the present outer cover 
composition sold under the "Iotek" tradename by the Exxon 
Corporation include Iotek 4000, Iotek 4010, Iotek 8000, Iotek 8020 
and Iotek 8030. The typical properties of these and other Iotek 
hard ionomers suited for use in formulating the outer layer cover 
composition are set forth below in Table 4: 
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Resin 

Cation type 

Melt Index 

Density 

Helling Point 

Crystallisation Point 

Vlcet Softening Point 

X Weight Acrylic Acid 

X of Acid Groups 
cttlon neutral lied 

Plsque 

Prop^tles 
<3 mm thick, 
compression molded) 

Unfile at break 

Yield point 

Elongation at break 

IX Secant modulus 

Shore Hardness D 

film Properties 

<50 micron film 2.2:1 

glou-Lg ratio) 



Yield point 



Elongation at Break 
HD 
ID 

IX Secsnt modulus KD 
ID 

Dart Drop Irrpact 



ASIH 

Hethod Unit y 



D-1238 g/|0 «ln. 

0-1505 kg/in' 

D-3417 »C 

D-3417 *C 

D-1525 'C 



ASIK 



D-638 HPa 

D-638 HPa 

0-638 X 

0-630 HPa 

D-2240 - 



HO 


0-882 


HPa 


ID 


0-882 


KPa 


KD 


0-882 


HPa 


ID 


D-882 


HPa 



0-682 
0-842 

0-882 
D-882 



X 
X 

HPa 
HPa 



0-1709 o/mlcron 



rties 


of lotek Ionompre 


£000 


4010 


6000 




£030 


sine 


z Inc 


sodlui sodltn eodlus 


2.5 


1.5 


0.8 


1.6 


2.6 


963 


963 


954 


960 


Bin 


90 


90 


90 


87.5 


87.5 


62 


64 


56 


53 


55 


62 


63 


61 


64 


67 


16 




11 






30 




40 






£000 


4010 


6000 


6020 


6030 


24 


26 


36 


31.5 


28 


none 


none 


21 


21 


23 


395 


420 


350 


410 


395 


160 


160 


300 


350 


390 


55 


55 


61 


58 


59 


£000 


40J0 


6000 


£020 


£030 


41 
37 


39 
38 


42 
38 


52 
38 


47.4 
40.5 


15 
K 


17 
15 


17 
15 


23 
21 


21.6 
20.7 


310 
360 


270 
340 


260 
280 


295 
340 


305 
345 


210 
200 


215 
225 


390 
360 


380 
350 


380 
345 


12.4 


12.5 


20.3 
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ftesln 


ASIH 


















70?Q 










line 








lino 


tine 


Hell Index 




9/10 kin. 


Q.I 


I.S 


2.S 


Derail? 


01505 


kg/*' 


960 


960 




Helilna Point 




•c 


?0 


90 


B0 

W " 


Crjr»UUlm|ofl 












t o 1 n t 




•c 


— 


- 




Vle.t lolunlnfi 












Point 


P 1525 


*C 


60 


fij 




Welpht AerriU Acid 












X of Acid Oroipi 












C«t|oa KtMlf ilitrd 












PUquf 


ASIH 










(J KB thick, 




UoUl 


im 
















ItntlU At fartifc 


D-6J6 


MP A 


30 


36 


36 


fl.ld Point 




HPi 


non* 


ncn« 


non« 


Elongation ai brt»k 


0-656 




300 


420 


3M 


U Sietnl modului 




KPa 


• * 






ihore Hardnii, 0 




• • 


57 


$5 


SS 



Coaparatively, soft ioncmers are used in formulating the 
hard/soft blends of the outer cover composition. These ionomers 
include acrylic acid based soft ionomers. They are generally 
characterized as comprising sodium or zlno salts of a terpolymer of 
an olefin having from about 2 to 8 carbon atoms, acrylia Bcid , 8nd 
an unsaturated monomer of the acrylate ester class having from 1 to 
21 carbon atoms. The soft ionomer is preferably a zinc based 
ionoaer made from an acrylic acid base polymer in an unsaturated 
monooer of the acrylate ester class. The soft (low modulus, 
ionoers have a hardness from about 20 to about 40 as assured on 



-30- 

the Shore D scale and a flexural modulus from about 1,000 to about 
10,000, as measured in accordance with ASTH method D-790. 

Certain ethylene-acrylic acid based soft ionomer resins 
developed by the Exxon Corporation under the designation "Iotek 
7520" (referred to experimentally by differences in neutralization 
and melt indexes as LDX 195, LDX 196, LDX 218 and LDX 219) may be 
combined with known hard ionomers such as those indicated above to 
produce the outer cover. The combination produces higher C.o.R.s 
at equal or softer hardness, higher melt flow (which corresponds to 
improved, more efficient molding, i.e., fewer rejects) as well as 
significant cost savings versus the outer layer of multi-layer 
balls produced by other known hard-soft ionomer blends as a result 
of the lower overall raw materials costs and improved yields. 

While the exact chemical composition of the resins to be 
sold by Exxon under the designation Iotek 7520 is considered by 
Exxon to be confidential and proprietary information, Exxon's 
experimental product data sheet lists the following physical 
properties of the ethylene acrylic acid zinc ionomer developed by 
Exxon: 
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TABLE 5 



Physical Properties of Iotek 7520 



property 


ASTM Method; 


Units 


Tvnical Valt 


Melt Index 


D-1238 


g/10 rain. 


2 


Density 


D-1505 


kg/m 1 


0.962 


Cation 






Zinc 


Melting Point 


D-3417 


•C 


66 


Crystallization 
Point 


D-3417 


•C 


49 


Vicat Softening 
Point 


D-1525 


fl c 


42 


Plaaue ProperHps 


12 nun thick Compregfsi nn Molded Planum* 


Tensile at Break 


D-638 


MPa 


10 


Yield Point 


D-638 


MPa 


Hone 


Elongation at Break D-638 


% 


760 


It Secant Modulus 


D-638 


MPa 


22 


Shore D Hardness 


D-2240 




32 


Flexural Modulus 


D-790 


MPa 


26 


Zwick Kebond 


ISO 4862 


% 


52 


De Mattia Flex 
Resistance 


D-430 


Cycles 


>5000 



In addition, test data collected by the inventor 
indicates that Iotek 7520 resins have Shore D hardnesses of about 
32 to 36 (per ASTM D-2240), melt flow indexes of 3±0.5 g/10 min (at 
190«C. per ASTM D-128B) , and a flexural modulus of about 2500-3500 
psi (per ASTM D-790) . Furthermore, testing by an independent 
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testing laboratory by pyrolyeis mass spectrometry indicates that 
lotek 7520 resins are generally zinc salts of a terpolymer of 
ethylene, acrylic acid, and methyl acrylate. 

Furthermore,- the inventor has found that a newly 
developed grade of an acrylic acid based soft ionomer available 
from the Exxon Corporation under the designation lotek 7510, is 
also effective, when combined with the hard ionomers indicated 
above in producing golf ball covers exhibiting higher C.o.R. values 
at equal or softer hardness than those produced by known hard-soft 
ionoaer blends. In this regard, lotek 7510 has the advantages 
(i.e. improved flow, higher C.O.R. values at equal hardness, 
increased clarity, etc.) produced by the lotek 7520 resin when 
conpared to the methacrylic acid base soft ionomers known in the 
art (such as the Surlyn 8625 and the Surlyn 8629 combinations 
disclosed in U.S. Patent Ho. 4,884,814). 

In addition, lotek 7510, when compared to lotek 7520, 
produces slightly higher C.o.R. valves at equal softness/hardness 
due to the lotek 75lO's higher hardness and neutralization. 
Similarly, lotek 7510 produces better release properties (from the 
mold cavities, due to its slightly higher stiffness and lower flow 
rate than lotek 7520. This is important in production where the 
soft covered balls tend to have lower yields caused by sticking in 
the molds and subsequent punched pin marks from the knockouts. 

According to Exxon, lotek 7510 is of similar, chemical 
composition as lotek 7520 (i.e. a zinc salt of a terpoloymer of 
ethylene, acrylic acid, and methyl acrylate, but is more highly 
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neutralized. Based upon FTIR analysis, Iotek 7520 is estimated to 
be about 30-40 wt.-% neutralized and Iotek 7510 is estimated to be 
about 40-60 wt.-% neutralized. The typical properties of Iotek 
7510 in comparison of those of Iotek 7520 are set forth below: 

TABLE 6 

Ehy slcaL-£xoD§ Liiea_9 LI at efc Jl £l!l 
in Comparison to Iotek 7520 



IOTEK 7520 IOTEK 7510 



MI, g/10 min 


2.0 


0.8 


Density, g/cc 


0.96 


0.97 


Melting Point, °F 


151 


149 


Vicat Softening Point, °F 


108 


109 


Flex Modulus, psi 


3800 


5300 


Tensile Strength, psi 


1450 


1750 


Elongation, % 


760 


690 


Hardness, Shore D 


32 


35 



It has been determined that when hard/soft ionomer blends 
are used for the outer cover layer, good results are achieved when 
the relative combination is in a range of about 90 to about 10 
percent hard ionomer and about 10 to about 90 percent soft ionomer. 
The results are improved by adjusting the range to about 75 to 25 
percent hard ionomer and 25 to 75 percent soft ionomer. Even 
better results are noted at relative ranges of about 60 to 90 
percent hard ionomer resin and about 40 to 60 percent soft ionomer 
resin. 
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Specific formulations which may be used in the cover 
composition are included in the examples set forth in U. S. Patent 
No. 5,120,791 and 4,884,814. The present invention is in no way 
limited to those examples. 

Moreover, in alternative embodiments, the outer cover 
layer formulation may also comprise a soft, low modulus non- 
ionomeric thermoplastic elastomer including a polyester 
polyurethane such as B.F.Goodrich Company's Estane* polyester 
polyurethane X-4517. According to B.F.Goodrich, Estane* X-4517 has 
the following properties: 



Properties of Es tane® X-4517 

Tensile 
100% 
200% 
300% 

Elongation 
Youngs Modulus 
Hardness A/D 
Dayshore Rebound 

Solubility in water Insoluble 

Melt processing temperature >350°F Ol77°c\ 

Specific Gravity (H a O=l) 1.1-1.3 



1430 
B15 
1024 
1193 
641 
1826 
B8/39 
59 



Other soft, relatively low modulus non-ionomeric 
thermoplastic elastomers may also be utilized to produce the outer 
cover layer as long as the non-ionomeric thermoplastic elastomers 
produce the payability and durability characteristics desired 
without adversely effecting the enhanced travel distance 
characteristic produced by the high acid ionomer resin composition. 
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These include, but are not limited to thermoplastic polyurethanes 
such as: Texin thermoplastic polyurethanes from Hobay Chemical Co. 
and the Pellethane thermoplastic polyurethanes from Dow Chemical 
Co.; Ionomer/rubber blends such as those in Spalding U.S. Patents 
4,986,545; 5,098,105 and 5,187,013; and, Hytrel polyester 
elastomers from DuPont and pebax polyesteramides from Elf Atochem 
S.A. 

In preparing golf balls in accordance with the present 
invention, a hard inner cover layer is molded (by injection molding 
or by compression molding) about a core (preferably a solid core) . 
A comparatively softer outer layer is molded over the inner layer. 

The conventional solid core is about 1.545 inches in 
diameter, although it can range from about 1.495 to about 1.575 
inches. Conventional solid cores are typically compression molded 
from a slug of uncured or lightly cured elastomer composition 
comprising a high cis content polybutadiene and a metal salt of an 
a,./J, ethylenically unsaturated carboxylic acid such as zinc mono 
or diaorylate or methacrylate. To achieve higher coefficients of 
restitution in the core, the manufacturer may include fillers such 
as small amounts of a metal oxide such as zinc oxide. In addition, 
larger amounts of metal oxide than those that are needed to achieve 
the desired coefficient are often included in conventional cores in 
order to increase the core weight so that the finished ball more 
closely approaches the U.S.G.A. upper weight limit of 1.620 ounces. 
Other materials may be used in the core composition including 
compatible rubbers or ionomers, and low molecular weight fatty 
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acids such as stearic acid. Free radical initiators such as 
peroxides are admixed with the core composition so that on the 
application of heat and pressure, a complex curing cross-linking 
reaction takes place. . 

The inner cover layer which is molded over the core is 
about o.ioo inches to about 0.010 inches in thickness, preferably 
about 0.0375 inches thick. The outer cover layer is about 0.010 
Inches to about 0.050 inches in thickness, preferably 0.0300 inches 
thick. Together, the core, the inner cover layer and the outer 
cover layer combine to form a ball having a diameter of 1.680 
Inches or more, the minimum diameter permitted by the rules of the 
United States Golf Association and weighing about 1.620 ounces. 

Additional materials may be added to the cover 
compositions (both inner and outer cover layer) of the present 
invention including dyes (for example, Ultramarine Blue sold by 
Hhitaker, Clark and Daniels of South Plainsfield, H.j.) (see U.S. 
Patent Mo. 4,679,795); pigments such as titanium dioxide, zinc 
oxide, barium sulfate and zinc sulfate; and UV absorbers; 
antioxidants; antistatic agents; and stabilizers. Further, the 
cover compositions of the present invention may also contain 
softening agents, such as plasticizers , processing aids, etc. and 
reinforcing material such as glass fibers and inorganic fillers, as 
long as the desired properties produced by the golf ball covers are 
not impaired. 

The various cover composition layers of the present 
invention may be produced according to conventional melt blending 
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procedures. m the case of the outer cover layer, when a blend of 
hard and soft, low acid ionomer resins are utilized, the hard 
ionomer resins are blended with the soft ionomeric resins and with 
a masterbatch containing the desired additives in a Banbury mixer, 
two-roll mill, or extruder prior to molding. The blended 
composition is then formed into slabs and maintained in such a 
state until molding is desired. Alternatively, a simple dry blend 
of the pelletized or granulated resins and color masterbatch may be 
prepared and fed directly into the injection molding machine where 
homogenization occurs in the mixing section of the barrel prior to 
injection into the mold. If necessary, further additives such as 
an inorganic filler, etc., may be added and uniformly mixed before 
initiation of the molding process, a similar process is utilized 
to formulate the high acid ionomer resin compositions used to 
produce the inner cover layer. 

The golf balls of the present invention can be produced 
by molding processes currently well known in the golf ball art. 
specifically, the golf balls can be produced by injection molding 
or compression molding the inner cover layer about wound or solid 
molded cores to produce an intermediate golf ball having a diameter 
of about 1.50 to 1.67 inches, preferably about 1.620 inches. The 
outer layer is subsequently molded over the inner layer to produce 
a golf ball having a diameter of 1.680 inches or more. Although 
either solid cores or wound cores can be used in the present 
invention, as a result of their lower cost and superior 
performance, solid molded cores are preferred over wound cores. 
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In compression molding, the inner cover composition is 
formed via injection at about 380»F to about 450°F into smooth 
surfaced hemispherical shells which are then positioned around the 
core in a mold having the desired inner cover thickness and 
subjected to compression molding at 200» to 300°F for about 2 to 10 
minutes, followed by cooling at 50» to 70°F for about 2 to 7 
minutes to fuse the shells together to form a unitary intermediate 
ball. m addition, the intermediate balls may be produced by 
injection molding wherein the inner cover layer is injected 
directly around the core placed at the center of an intermediate 
ball mold for a period of time in a mold temperature of from 50 «F 
to about 100-F. subsequently, the outer cover layer is molded 
about the core and the inner layer by similar compression or 
injection molding techniques to form a dimpled golf ball of a 
diameter of 1.680 inches or more. 

After molding, the golf balls produced may undergo 
various further processing steps such as buffing, painting and 
marking as disclosed in U.S. Patent Ho. 4,911,451. 

The resulting golf ball produced from the high acid 
ionomer resin inner layer and the relatively softer, low flexural 
modulus outer layer provide for an improved multi-layer golf ball 
which provides for desirable coefficient of restitution and 
durability properties while at the same time offering the feel and 
spin characteristics associated with soft balata and balata-like 
covers of the prior art. 
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The present invention is further illustrated by the 
following examples in which the parts of the specific ingredients 
are by weight. It is to be understood that the present invention 
is not limited to .the examples, and various changes and 
modifications may be made in the invention without departing from 
the spirit and scope thereof. 

Exa mples 

Several intermediate balls (cores plus inner cover 
layers) were prepared in accordance with conventional molding 
procedures described above. The inner cover compositions were 
molded around 1.545 inch diameter cores weighing 36.5 grams such 
that the inner cover had a wall thickness of about 0.0675 inches, 
with the overall ball measuring about 1.680 inches in diameter. 

The cores utilized in the examples were comprised of the 
following ingredients: high cis-polybutadiene, zinc diacrylate, 
zinc oxide, zinc stearate, peroxide, calcium carbonate, etc. The 
molded cores exhibited Riehle compressions of about 60 and C.O.R. 
values of about .800. A representative formulation of the molded 
cores is set forth below: 

MATERIAL 

BR- 1220 (high cU-polybutadlene) 
Taktene 220 (high cls-polybutadlene) 
React Kite IDA (zinc diacrylate) 
Zinc Oxide 
Zinc Steirate 
Limestone 
Ground Flash 



70.70 
29.30 
31.14 
6.23 
20.15 
17.58 
20.15 
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(20-40 Hesh) 

Blue Histerbetch .012 
Luperco 231XL 

or Trlgonox 29/40 .89 
Pspl 94 #50 

'Blue Hasterbatch consists of unknown compositions used only for Intern* t Ident I f lest Ion purposes snd hss no 
effect on physical properties. 



The inner cover compositions designated herein as 
compositions A-E utilized to formulate the intermediate balls are 
set forth in Table 7 below. The resulting molded intermediate 
balls were tested to determine the individual compression (Riehle) , 
C.O.R., Shore C hardness, spin rate and cut resistance properties. 
These results are also set forth in Table 7 below. 

The data of these examples are the average of twelve 

intermediate balls produced for each example. The properties were 

measured according to the following parameters: 

Coefficient of restitution (C.O.R.) was measured by 
firing the resulting golf ball in an air canon at a 
velocity of 125 feet per second against a steel plate 
positioned 12 feet from the muzzle of the canon. The 
rebound velocity was then measured. The rebound velocity 
was divided by the forward velocity to give a coefficient 
of restitution. 

Shore hardness was measured in accordance with ASTM test 

2240. 

Cut resistance was measured in accordance with the 
following procedure; A golf ball is fired at 135 feet 
per second against the leading edge of a pitching wedge 
wherein the leading edge radius is 1/32 inch, the loft 
angle is 51 degrees, the sole radius is 2.5 inches and 
the bounce angle is 7 degrees. 

The cut resistance of the balls tested herein was 
evaluated on a scale of 1 to 5. The number 1 represents 
a cut that extends completely through the cover to the 
core. A 2 represents a cut that does not extend 
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completely through the cover but that does break the 
surface. A 3 does not break the surface of the cover but 
does leave a permanent dent. A 4 leaves only a slight 
crease which is permanent but not as severe as 3. A 5 
represents virtually no visible indentation or damage of 
any sort. 

The spin rate of the golf ball was measured by 
striking the resulting golf balls with a pitching wedge 
or 9 iron wherein the club head speed is about 105 feet 
per second and the ball is launched at an angle of 26 to 
34 degrees with an initial velocity of about 110 to 115 
feet per second. The spin rate was measured by observing 
the rotation of the ball in flight using stop action 
Strobe photography- 
Initial velocity is the velocity of a ball when 
struck at a hammer speed of 14 3. B feet per second in 
accordance with a test as prescribed by the U.S.G.A. 

As will be noted, compositions A, B and c include high 
acid ionomeric resins, with composition B further including zinc 
stearate. Composition D represents the inner layer (i.e. Surlyn 
1605) used in U.S. Patent Ho. 4,431,193. Composition E provides a 
hard, low acid ionomeric resin. 

The purpose behind producing and testing the balls of 
Table IV was to provide a subsequent comparison in properties with 
the multi-layer golf balls of the present invention. 



Table_2 

Holded IntarmadiMfcA Qo i f B alls 



Ingredients of 

Inner Cover Composltjong £ 



Iotek 959 
Iotek 960 
Zinc Stearate 
Surlyn 8162 
Surlyn 8422 
Surlyn 1605 



50 
50 



fi 

50 
50 
50 



75 
25 



100 



lotek 7030 

Iotek 8000 " — 50 

50 

Properties of Molded 
-In te nnediatg_aa.il a_ 

Compression 58 sa 

C.O.R. .„ " 6° 63 62 

Shore C Hardness H ,B " - 6 °1 - B °l 

Spin Rate (R.p.h.) n 3*7 « ., 97 96 96 

Cut Resistance ' 'J" * '\*_\ 1 >\°\ B ' 3 " V 5 « 



4-5 4-5 



As shown in Table 7 above, the high acid ionomer resin 
inner cover layer (molded intermediate balls A -c, have lower spin 
rates and exhibit substantially higher resiliency characteristics 
than the low acid ionomer resin based inner cover layers of balls 
D and £. 

Multi-layer balls in accordance with the present 
invention were then prepared. Specifically, the inner cover 
compositions used to produce intermediate golf balls from Table 7 
were molded over the solid cores to a thickness of about 0.0375 
inches, thus forming the inner layer. The diameter of the solid 
core with the inner layer measured about i. 620 inches. 
Alternatively, the intermediate golf balls of Table 7 were ground 
down using a centerless grinding machine to a size of i. 620 inches 
in diameter to produce an inner cover layer of 0.0375 inches. 

The size of i. 620 inches was determined after attempting 
to mold the outer cover layer to various sizes (1.600", 1.610", 
1.620", 1.630" and 1.640") of intermediate (core plus inner layer,' 
balls. It was determined that 1.620" was about the largest 
"intermediate" ball (i.e., core pl ua lnner layer) wnich ^ ^ 
easily molded over with the soft outer layer materials of choice. 



The goal herein was to use as thin an outer layer as necessary to 
achieve the desired playability characteristics while minimizing 
the cost of the more expensive outer materials. However, with a 
larger diameter final golf ball and/or if the cover is compression 
molded, a thinner cover becomes feasible. 

With the above in mind, an outer cover layer composition 
was blended together in accordance with conventional blending 
techniques. The outer layer composition used for this portion of 
the example is a relatively soft cover composition such as those 
listed in U.S. Patent Ho. 5,120,791. An example of such a soft 
cover composition is a 45% soft/55* hard low acid ionomer blend 
designated by the inventor as "TE-90". The composition of TE-90 is 
set forth as follows: 

Outer Cover Layer Composition TE-90 

Iotek 8000 22.7 weight % 

Iotek 7030 22.7 weight % 

Iotek 7520 45.0 weight % 

White MB 1 9.6 weight % 

■White MB consists of about 23.77 weight percent Ti0 a ; 0.22 weight 
percent Uvitex OB, 0.03 weight percent Santonox R, 0.05 weight 
percent Ultramarine blue and 75.85 weight percent Iotek 7030. 

The above outer layer composition was molded around each 
of the 1.620 diameter intermediate balls comprising a core plus one 
of compositions A-D, respectively. m addition, for comparison 
purposes, Surlyn® 1855 (new Surlyn® 9020), the cover composition of 
the '193 patent, was molded about the inner layer of composition D 
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(the intermediate ball representative of the '193 patent). The 
outer layer TE-90 was molded to a thickness of approximately 0.030 
inches to produce a golf ball of approximately 1.680 inches in 
diameter. The resulting balls (a dozen balls for each example) 
were tested and the various properties thereof are set forth in 
Table 8 as follows: 



Table a 
Finished Balls 



Ingredients: 










5 


Inner Cover Coaposltlon 


A 


B 


C 


0 


D 


Outer Cover Coaposltlon 


IE-90 


IE -90 


16-90 


TE-90 


Surlyn* 9020 


Properties of 












Molded finished fi.ll... 












Compression 


63 


63 


69 


70 


61 


CO. It. 


.764 


.776 


.760 


.770 


.757 


Short C HarcViess 


68 


66 


66 


66 


69 


Spin CR.P.K.) 


6,625 


6,es< 


6.6U 


8,990 


8,646 


Cut Resistance 


3-4 


3-4 


3-4 


3-4 


1-2 



As it will be noted in finished balls 1-4, by creating a 
multi-layer cover utilizing the high acid ionomer resins in the 
inner cover layer and the hard/soft low acid ionomer resin in the 
outer cover layer, higher compression and increased spin rates are 
noted over the single layer covers of Table 7. In addition, both 
the C.O.R. and the Shore c hardness are reduced over the respective 
single layer covers of Table IV. This was once again particularly 
true with respect to the multi-layered balls containing the high 
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acid lonomer resin in the inner layer (i.e. finished balls 1-5). 
In addition, with the exception of prior art ball 5 (i.e. the '193 
patent), resistance to cutting remains good but is slightly 
decreased. As note above, the prior art ball of the '193 patent 
suffers substantially i„ durability (as well as in resiliency) in 
comparison to the balls of the present invention. 

Furthermore, it is also noted that the use of the high 
acid ionomer resins as the inner cover material produces a 
substantial increase in the finished balls overall distance 
properties. In this regard, the high acid ionomer resin inner 
covers of balls 1-3 produce an increase of approximately 10 points 
in C.O.R. over the low acid ionomer resin inner covers of balls 4 
and about a 25 point increase over the prior art balls 5. since an 
increase in 3 to 6 points in C.O.R. results in an average Increase 
of about 1 yard in distance, such an improvement is deemed to be 
significant. 

Several other outer layer formulations were prepared and 
tested by molding them around the core and inner cover layer 
combination to form balls each having a diameter of about 1.68 
inches. First, B.F.Goodrich Estane. X-4517 polyester polyurethane 
was molded about the core molded with inner layer cover formulation 
A. DuPont Surlyn.9020 was molded about the core which was already 
molded with inner layer D. Similar properties tests were conducted 
on these golf balls and the results are set forth in Table VI 



below: 
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Table 9 
Finish Balls 

Ingredient a : 6 7 

Inner Cover Layer 

deposition A D 

Outer Cover liyer 

Corposltlon Eitinr* *517 Surlyn* 9020 

Properties of 

Molded finished ftajjj : 

Compression 67 61 

CO.*. .774 .757 

Shore C Hardness 74 B? 

Spin (A.P.H.) JO, 041 6,«6 

Cut Reslstsnct^ <M 1-2 

The ball comprising inner layer formulation D and Surlyn* 
9020 identifies the ball in the Hesbitt 4,431,193 patent. As is 
noted, the example provides for relatively high softness and spin 
rate though it suffers from poor cut resistance and low C.O.R. 
This ball is unacceptable by today's standards. 

As for the Estane* X-4517 polyester polyurethane, a 
significant increase in spin rate over the TE-90 cover is noted 
along with an increased compression. However, the C.O.R. and Shore 
C values are reduced, while the cut resistance remains the same. 
Furthermore, both the Estane* X-4517 polyester polyurethane and the 
Surlyn® 9020 were relatively difficult to mold in such thin 
sections. 

The invention has been described with reference to the 
preferred embodiment. Modifications and alterations 

will occur to others upon reading and understanding the proceeding 
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detailed description. It is intended that the invention be 
construed as including all such modifications and alterations 
insofar as they come within the Bcope of the appended claims or the 
equivalents thereof* 

The qualif ioationB "about 11 and "substantially" 
include the precise values, and precise values include 
values about or substantially the same as the precise values. 

The present disclosure includes 
the foregoing description, and the .appended claims, drawings, 
and abstract. 



CLAIMS 
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1. A golf ball comprising: 
a core; 

an Inner cover layer molded on said core, the inner 
cover layer comprising a high acid ionomer including at least 16% 
by weight of an alpha, beta-unsaturated carboxylic acid; and 

an outer cover layer molded on said inner cover 
layer, said outer cover layer comprising a relatively soft 
polymeric material selected from the group consisting of low 
flexural modulus ionomer resins and non-ionomeric thermoplastic 
elastomers. 

2. A golf ball according to claim l wherein the inner 
cover layer comprises a high acid ionomer resin comprising a 
copolymer of about 17% to about 25% by weight of an alpha, beta- 
unsaturated carboxylic acid. 

3. A golf ball according to claim 1 wherein the inner 
cover layer comprises a high acid ionomer resin comprising a 
copolymer of about 18.5% to about 21. 5% by weight of an alpha, 
beta-unsaturated carboxylic acid. 



4. A golf ball according to claim 1, wherein the inner 
cover layer has a thickness of about o.ioo to about o.oio inches 
and the outer cover layer has a thickness of about 0.010 to about 
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0.05 inches, the golf ball having an overall diameter of 1.680 
inches or more. 



5. A golf ball according to claim 1 wherein the inner 
cover layer has a thickness of about 0.300 inches and the outer 
cover layer has a thickness of about 0.375 inches, the golf ball 
having an overall diameter of 1.680 inches or more. 



6. A golf ball according to claim 1 wherein the outer 
layer comprises a low flexural modulus ionomer resin which includes 
a blend of a hard high modulus ionomer with a soft low modulus 
ionomer, the high modulus ionomer being a sodium, zinc, magnesium 
or lithium salt of a copolymer having from 2 to 8 carbon atoms and 
an unsaturated monocarboxylic acid having from 3 to 8 carbon atoms, 
the low modulus ionomer being a sodium or zinc salt of a terpolymer 
of an olefin having 2 to 8 carbon atoms, acrylic acid and an 
unsaturated monomer of the acrylate ester class having from 1 to 21 
carbon atoms. 



7. A golf ball according to claim 6 wherein the outer 
layer composition includes 90 to 10 percent by weight of the hard 
high modulus ionomer resin and about 10 to 90 percent by weight of 
the soft low modulus ionomer reoin. 



8. A golf ball according to claim 6 wherein the outer 
layer composition includes 75 to 25 percent by weight of the hard 
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high modulus ionomer resin and about 25 to 75 percent by weight of 
the soft low modulus ionomer resin. 



9. A golf ball according to claim 1 wherein the non- 
ionomeric thermoplastic elastomer is a polyester polyurethane . 

10. A golf ball according to claim 1 wherein the non- 
ionomeric thermoplastic elastomer is a polyester elastomer. 

11. A golf ball according to claim 1 wherein the non- 
ionomeric thermoplastic elastomer is a polyester amide. 

12. A multi-layer golf ball comprising: 
a spherical core; 

an inner cover layer molded over said spherical 
core, said inner cover layer comprising an ionomeric resin 
including at least 16% by weight of an alpha, beta-unsaturated 
carboxylic acid and having a modulus of from about 15,000 to 
about 70,000 psi; 

an outer cover layer molded over said spherical 
intermediate ball to form a multi-layer golf ball, the outer 
layer comprising a blend of i) a sodium or zinc salt of a 
copolymer having from 2 to 8 carbon atoms and an unsaturated 
monocarboxylic acid having from 3 to 8 carbon atoms, and ii) 
a sodium or zinc salt of a terpolymer of an olefin having 2 to 
8 carbon atoms, acrylic acid and an unsaturated monomer of the 
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acrylate ester class having from 1 to 21 carbon atoms, said 
outer cover layer having a modulus in a range of about 1,000 
to about 30,000 psi. 

13. A multi-layer golf ball comprising: 
a spherical core/ 

an inner cover layer molded over said spherical core 
to form a spherical intermediate ball, said inner cover layer 
comprising an ionomeric resin including about 17% to about 25% by 
weight of an alpha, beta-unsaturated carboxylic acid and having a 
modulus of from about 15,000 to about 70,000 psi; 

an outer cover layer molded over said spherical 
intermediate ball to form a multi-layer golf ball, the outer layer 
comprising a non-ionomeric thermoplastic selected from the group 
consisting of polyester elastomer, polyester polyurethane and 
polyester amide, said outer cover layer having a modulus in a range 
of about 1,000 to about 30,000 psi. 
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14. A multi-layer golf ball comprising a core, 
an inner cover layer and an outer cover layer, wherein 
the inner cover layer is comprised of a high acid ionomer 
or ionomer blend which may or may not include a filler 
(e.g. zinc-stearate), and the outer cover layer is 
comprised of a soft, very low modulus ionomer or ionomer 
blend, or a non-ionomeric thermoplastic elastomer (e.g. 
polyurethane, polyester, or polyesteramide. 

15. A golf ball according to claim 1, 
substantially as hereinbefore described. 

16. A golf ball according to claim 12, 
substantially as hereinbefore described. 

17. A golf ball according to claim 13, 
substantially as hereinbefore described. 

18. A golf ball according to claim 14, 
substantially as hereinbefore described. 

19. A golf ball, substantially as hereinbefore 
described with reference to and as shown in the accompanying 
drawings. 
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